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lead;   or litharge is equally good as a substitute for the red
lead.

RESULTS OF A COMPLETE  ANALYSIS OF FERRO-MANGANESE

"B. H. No. 1"


	Per Cent.
	
	Per Cent.

Carbon .....
	7 15
	Nickel ............
	0.096

IVlanfijsLnesG
	80 72
	Copper
	0 040

Phosphorus
	0 18
	Titanium .
	0 045

Sulphur
	0 028
	Iron    ......
	10 78

Silicon
	0.45
	Tin ...............
	0 025

Chromium
	0 015
	
	

Van&dium
	0 041
	
	99 57
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